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© Concentrated stabilized microbubble-type ultrasonic imaging agent and method of production. 

© A microbubble-type ultrasonic imaging agent is provided comprising a parenteral^ -administer able aqueous 
medium containing a dispersion of microspheres predominantly of diameters less than 10 microns, wherein the 
microspheres consist of gas microbubbles encapsulated with water-insolubilized biocompatible material. The 
imaging agent is characterized by having a concentration of greater than 100 x 10 G microspheres per milliliter, 
and a stability such that this concentration is maintained for over 4 weeks at a temperature of 20 to 25" C. A 
preferred method of producing the imaging agent is also disclosed. 
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CONCENTRATED STABILIZED MICROBUBBLE-TYPE ULTRASONIC IMAGING AGENT AND METHOD OF 

PRODUCTION 
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This invention relates to ultrasonic imaging of the human body for diagnostic purposes; and, more 
particularly, to ultrasonic imaging agents and methods for production thereof. 

It has been known since 1968-70 that contrast echocardiography can be used to delineate intracardiac 
structures assess valvular competence, demonstrate intracardiac shunts, and identify pericardial effusion. 
5 (Gramiak and Shah. 1968; and Feigenbaum. et al., 1970.) Ultrasonic imaging of the heart potentially has 
important advantages of convenience, safety, and reduced cost over present diagnostic procedures, such 
as angiography, which requires the use of radio-opaque dyes for X-ray imaging, or the use of radio-nuclide 
imaging agents for radio-imaging. However, progress in practical applications of ultrasonic imaging has 
been delayed by the lack of effective clinically-usable imaging agents. 
jo Ultrasonic imaging utilizes an ultrasonic scanner to generate and receive sound waves. The scanner is 
placed on a body surface overlying the area to be imaged, and sound waves are directed toward that area. 
The scanner detects reflected sound waves and translates that data into images. When ultrasonic energy is 
transmitted through a substance, the acoustic properties of the substance depend upon the velocity of the 
transmission and the density of the substance. Changes in the substance's acoustic properties (e.g., 
variations in acoustic impedence) are most prominent at the interfaces of different substances, such as a 
liquid-solid or liquid-gas interface. Consequently, when ultrasonic energy is directed through media, 
changes in acoustic properties will result in more intense sound reflection signals for detection by the 
ultrasonic scanner. 

Ultrasonic imaging agents can consist of small solid or gaseous particles which, when injected in the 
circulatory system, provide improved sound reflection and image clarity. Microbubble-type imaging agents 
consist of minute bubbles of a gas (usually air) which are dispersed in a carrier liquid for parenteral 
injection. The "microbubbles" are carried by the circulatory system to the organ being imaged. 

It has been proposed to form a dispersion of air microbubbles in a warm aqueous gelatin solution, and 
cooling the solution to a solidification temperature to trap the microbubbles. For administration, the gelled 
25 dispersion is to be warmed until it liquifies, and parenteral^ administered with the microbubbles dispersed 
in the liquified gelatin. (Tickner,. et al. U.S. Patent 4.276,885: and Tickner. et al.. National Technical 
Information Service Report HR-6291 7-1 A, April, 1977). 

Gelatin-trapped microbubbles on introduction into the bloodstream have a short life-time. They rapidly 
dissapate. Another disadvantage is that the microbubbles are too large to pass through capillary beds, and 
30 are therefore not suitable for heart imaging by peripheral intravenous administration. 

The discovery by Dr. Steven B. Feinstein of sonication-produced microbubble imaging agents repre- 
sented an important advance in this art. Using viscous aqueous solutions, such as 70% sorbitol or dextrose. 
Or. Feinstein produced a dispersion of microbubbles by high energy sonication of the solutions. The 
resulting microbubbles had sizes less than 10 microns, and were capable of passing through capillary beds. 
35 The persistence of the microbubbles. although of the order of a few minutes, permitted the imaging agent to 
be prepared and administered intravenously for heart imaging. (Feinstein. et al., 1984; and Feinstein U.S. 
Patent 4.572.203.) 

Subsequently. Dr. Feinstein sought to improve the persistence of the microbubbles. He found that by 
sonication of a heat-sensitive protein, such as albumin, microbubbles of improved stability were obtained. 
40 (See Feinstein. PCT Application WO 84/02838, corresponding to allowed U.S. application Serial No. 
305,975, filed December 5. 1985). Concentrations of microbubbles of 10 to 14 x 10 5 microbubbles per 
milliliter were obtained with bubble sizes from 2 to 9 microns (Keller. Feinstein. and Watson. 1987). The 
microbubbles persisted for 24 to 48 hours. 

However, the sonication-produced albumin microh'ibbie imaging agent of Feinstein was not sufficiently 
stable for commercial manufacture. Stabilities of the order of weeks or months (rather than hours or days) 
are required to permit an imaging agent to be manufactured at a central location and distributed to hospitals 
in the United States and other countries. For commercially feasible manufacture, shipment and hospital 
storage prior to use, a stability time of at least four weeks is needed and preferably at least eight weeks or 
longer. 

so Further, for the most effective imaging, it is desirable to have the highest obtainable concentration of 
microbubbles in the imaging agent But the population of microbubbles of the desired small sizes tends to 
decrease with holding of the sonicated albumin solutions. The small bubble size attrition can occur either by 
collapse of the microbubbles. or by coalesence to oversize microbubbles. Consequently a further important 
objective has been to find means for increasing concentrations of microbubbles in the imaging agent. An 
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imaging agent of very high microbubble concentration is inherently better, and a safety factor is provided. 
With a concentration of microbubbles higher than the minimum required for effective imaging, some loss of 
the microbubbles of the desired size can be accepted. 

The present invention provides an ultra-concentrated, room-temperature stable microbubble-type imag- 

s ing agent. This improved imaging agent comprises a sterile aqueous medium containing a dispersion of 
microspheres predominately of diameters less than 10 microns, and is thereby suitable for parenteral 
intravenous administration. The microspheres consist of gas microbubbles encapsulated in a water- 
insolubiiized biocompatible material, such as albumin. Representing a substantial advance in the art, the 
imaging agent of this invention has a homogeneously dispersed concentration of greater than 100 x 10 6 - 

w (e.g., 10 s ) microspheres per milliliter. This high concentration can be maintained at ordinary room 
temperatures (20 to 25 *C) for extended periods of time (4 to 8 weeks or longer). In optimized embodi- 
ments, microsphere concentrations of the order of 300 to 500 x 10 s microspheres per milliliter are achieved. 
Surprisingly, these ultra-high concentrations can be maintained for over eight weeks. The imaging agents of 
this invention are therefore adapted for manufacture and distribution on a commercial basis. Following 

75 shipment they may be maintained in inventory by hospitals for many weeks, being available for diagnostic 
use as required. 

The imaging agents of this invention are preferably produced from a heat-denaturable biocompatible 
protein by a stepwise sonication procedure. As with the Feinstein method, an aqueous solution of protein is 
subjected to sonication to form gas microbubbles while concurrently heating the solution to insolubilize 

20 small portions of the protein. However, the improved sonication procedure, which results in the increased 
concentration of highly stable microbubbles utilizes a novel sequential sonication. In the initial sonication 
phase, the sonicator horn is directly contacted with the solution (viz. by immersion just below the upper 
suface of the solution). This initial sonication is carried out without appreciable foaming of the solution. In 
the next phase of the sonication. foaming is promoted. The sonicator horn is withdrawn to a position in the 

25 ambient atmosphere above but proximate to the surface of the solution. Intense foaming and aerosolating 
occurs. The population of microbubbles is thereby greatly increased and the microbubbles are encap- 
sulated with denatured protein to obtain a dispersion of highly stable microspheres. Moreover, the stability 
of the microspheres permits them to be concentrated and/or fractionated. By such manipulations, bubble 
concentration can be doubled or tripled and oversize bubbles eliminated. 

30 For example, the concentration of the microspheres as initially produced can be from 50 to 150 x 10 6 . 
By a float separation concentration procedure, the microsphere concentration can be increased 200 to 600 
x 10 s microspheres per milliliter. Also, by another float-type separation, most of the microbubbles of larger 
size than 10 microns can be removed, result ing in an imaging agent composed predominately of 
microspheres of diameters substantially less than 10 microns. For example* at least 80% of the micro- 

35 spheres can have diameters in the range from 1 to 9 microns. 

The accompanying drawings illustrate a preferred method of preparing the ultrasound imaging agent of 
this invention, 

FIGS. 1 A to 10 illustrate the steps in the sequential sonication procedure. 

FIG. 2 is a cross-sectional view taken on line 2-2 of FIG. 1B. illustrating the relation of the sonicator 
40 horn to the inside of the syringe which contains the albumin solution being sonicated. 

FIG. 3 illustrates a separator vessel in which increments of the microsphere dispersions are pooled 
for float separation concentration. 

FIGS. 4, 4A, and 4B illustrate a method of fractionation of microsphere dispersions to remove 

oversize microspheres. 

45 FIG. 5 is a graph of experimental data showing the concentration of the microspheres in the imaging 

agent as produced, and their storage stability. 

The starting material for practicing this invention is an aqueous solution of a suitable biocompatible 
material. The encapsulating material should be heat-sensitive so that it can be partially insolubilized by 

so heating during sonication. More specifically, coincident with the sonication, a small portion of the dissolved 
biocompatible material is heated or otherwise treated so that its solubility is reduced. This results in a small 
volume of solid phase material, which forms the encapsulating layers around the microspheres. Preferably a 
heat-sensitive protein is selected such as albumin, hemoglobin, collagen, etc. For administration to humans, 
human protein is preferred. Human serum albumin (HSA) is especially suitable. HSA is available commer- 

55 daily as a sterile 5% aqueous solution, which can be used directly as the starting material for preparing the 
microspheres. However, other concentrations of albumin or other heat-denaturable proteins can be used. 
HSA concentration can be varied, for example, within the range from 1 to 25% by weight. 

Commercially-available sonicator equipment may be used in practicing this invention. Theoretically. 
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7Z ti high Tain^iicator horn. The power applied to the sonicator horn can be vaned over powe 
LmlfscaSd torn Tto 10 by the manufacturer, as with Ultrasonics Model W-380. An intermediate power 
s :Sg ca^u^d (viz from 4 to 8). The vibrational frequency and the power applied must be suffice* to 

produce cavitation in the liquid being sonicated. „.,.,„«««* of the 

The solution to be sonicated can be treated in small increments. For example. 8 ml. — s o ^he 
so Jon Se individually sonicated. Initial sonication can be carried out with the fla -ended sonicator I horn 
f ^cStacT^ith Z soluti on. preferably immersed in the upper portion of the solution. Immersion .s desirable 
in o"2 to c^ry out the initial sonication without appreciable foaming. With a power setting of 4 to 6, the 
initial sonication can be performed in less than a minute (viz. 1 5 to 45 seconds). „„ eitinn 
ImmeSei following the initial phase of the sonication. the sonicator horn ,s wrthdrawn to a pos.bon 
abo^Ie Su«on but proximate to me upper surface of Ihe solution «n the second ph a s* * e sonjcation ,s 
H^Hh^ratelv carried out in such manner as to produce intense foaming of the solution, contrary to 
conveSona, SSbSI where it is desirable to avoid foaming. For the purpose of the presen ^venUon 
foam^g and aerosolating are important for obtaining the imaging agent of enhanced concentrat.cn and 

"^promote foaming, the power input to the sonicator horn may be increased in i the second W For 
Ma mnJ ^ Z oower setting may be moved from an initial setting of 4 to a setting of 6. The second phase of 
^n^on^ bSed olt in less than a minute, (viz. from 15 to 45 seconds). The total time tor the 
TonSoTfor both the first and second phases can be of the order of one minute. For example, a 25 to 35 
second eolation can be used for each phase. The foaming produced in the second phase of the 
son^onTs ^immediately detectable by the cloudy appearance of the solution and by me foanr »PJ*«^ 
By means of the sequential sonication. comprising the cavitation phase followed by a foammg phase 
the conSnSon of ^^encapsulated microbubbles. referred to herein as -microspheres", can be greatly 
ncreSS ^ SSemraLs in excess of 25 x 10' microspheres per mi.fi.iter are easily obta.nab.e such as 
M to 150 x 10* concentrations. Moreover, the resulting microspheres w.ll be predommantly of 
d^stss^ an \o nSons. For example. 80% or more of the microspheres can have diameters ,n the 
rand* from 1 to 9 microns with a mean diameter of 4 to 6 microns. 

9 Wnen me sonSon is carried out in contact with air as the ambient atmosphere, the m.crospheres w... 
have^r cemei Tts befieved to be the most convenient ambient atmosphere but if desired, son.cat.on 
could be carried out under other gas atmospheres (viz. nitrogen, oxygen, carbon diox.de. etc ). 
)5 FoTow^J initial production, the microsphere dispersions can be further processed to '"crease the 
roncentTtion and/or to remove oversize microspheres. Since the microspheres are buoyant th ey tend to 
rise to the surface of the dispersion. By holding the dispersion without ag.tat.on for a number of hours^ v,* 
for 4 to 12 hours), most of the microspheres will rise to the surface and concentrate .n an upperlayer above 
tfVr arified solution. By this "float-separation" of the microspheres into an upper layer, portions of the 
,o cia^eTsrUiSn can be removed from below the microspheres, thereby obtaining a d.s P ers,on of greater 
SmfphTre concentration. For example, from 50 to 75% of the solution volume may be removed .n th.s 

COn ?m?teforroTafter the above-described concentration, float-separation of oversized microspheres can 
oe ooTneT^ge size microspheres such as one having diameters greater than ic . micrcns have . relatively 
, 5 qreaTeTbuoyancy. They will therefore rise more rapidly to the surface of the soluton. By util.zng a short 
nSno tiTe such as from 15 to 45 minutes, the largest size microspheres can be se.ect.vely collected in a 
sma.rupTer layer above a dispersion which will s««. contain substantially all of the n™^™***™" 
Sf S removing this microsphere dispersion from beneath the layer of overs,ze ^rospheres^ , a 
SoStion may be achieved in which the larger microspheres will remain ,n the vessel in which the 

50 ^T^im^inTa^^uced by this combination of two-stage sonication and the float-separation 
concTnUon cS, have a'homogen Jusly^ispersed concentration of greater man 300 x 10< such as from 
MoTo 900 x 10* (3 to 9 x 10") microspheres per milliliter. High concentrations can be ma.nta.ned for long 
periods o ho,dmg at ambient room temperatures (20-25* C). Concentrations above 200 and typicatiy above 

55 SoTl* microspheres per milliliter can be maintained for periods of at least four and usually e.ght weeks 

° r '°in 9 FIG 1A. there is shown a 10 ml syringe having an open top and a stopcock-type valve at its lower 
disc^e fringe is filled to the 8 ml .eve. with the 5% albumin (HSA) solution. The son.cator 
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horn is inserted in the syringe to the 7 ml level, indicated as the Ti position in FIG. IB. In this position, the 
sonicator hom is immersed in the upper portion of the solution, the solution level being as indicated in FIG. 
1 8. Initial sonication is carried out essentially without foaming of the solution. 

Immediately following initial sonication and without turning off the sonicator, the horn is withdrawn to the 

5 10 ml level, indicated as the T 2 position in FIG. 1C. The power input to the sonicator horn can also be 
increased as it is withdrawn to the T 2 position. Immediately following the withdrawal, foaming of the albumin 
solution commences and the solution becomes milky in appearance. The solution will foam upwardly 
around the sonicator horn during the second phase. The appearance of the foamed solution is illustrated in 
FIG. 1 0, the microbubbles being indicated in greatly enlarged diameter over their actual micron range sizes. 

w The solution being sonicated contains both dissolved and entrained air. The solution is in contact with 
the ambient atmostphere around the sonicator horn. (The clearance between the hom and the inside of the 
syringe can be seen in the cross-sectional view of FIG. 2.) The air contact facilitates the foaming and 
aerosoiating of the solution in the second stage of the sonication. 

The dispersions from a plurality of sonication batches can be pooled for concentration. For example, a 

75 plurality of the dispersion increments can be introduced into a separator vessel, which may be a large 
syringe or separator funnel equipped at its bottom with an outlet controlled by a drainage valve. Such a 
separate vessel in the form of a large syringe is shown in FIG. 3. By holding the pooled dispersions for 
several hours without agitation, such as overnight holding, the microspheres will rise to the top of the 
solution and form a layer of float-separated microspheres. Beneath the collected layer, the clarified albumin 

20 solution will be substantially free of microspheres. It is therefore possible to drain off a major portion of the 
solution through the bottom outlet. For example, one-half to three-fourths of the solution can be removed. 
However, it is desirable to retain a sufficient solution volume to permit full redispersion of the concentrated 
microspheres. 

In FIG. 4 illustrates the microsphere concentrate with the microspheres redispersed. The microspheres 
25 are sufficiently stable that they do not adhere permanently to each other in a concentrated layer, remaining 
as separate intact microspheres. They can readily be redispersed by mild agitation. 

After redispersion to an essentially homogeneous condition, fractionation may be carried out to remove 
oversize microspheres. By holding the redispersion for a short time, such as around 30 minutes, the largest 
diameter microspheres will preferentially rise to the top and collect in a layer, as indicated in FIG. 4A. When 
30 that has occurred, the microsphere dispersion beneath the oversize microspheres can be removed through 
the drainage valve. When the collected oversize microspheres approach the valve, the valve is closed so 
that the oversize layer remains in the separator vessel, as indicated in FIG. 48. The product obtained is a 
concentrated fractionated albumin microsphere product in which at least 80% of the microspheres have 
diameters in the range Irom 1 to 9 microns. The preferred product has at least 90% of the microspheres 
35 with diameters of from 2 to 8 microns. 

Further directional details of the presently preferred procedures are set out below under the appropriate 
headings. 



40 Sonication : 

Fill a 10 ml syringe of oval cross-section fitted at its lower outlet end with a stopcock to the 8 ml mark 
with sterile 5% human serum albumin. Position a sonicator probe of smaller cross-section in the syringe so 
that the bottom of the probe is at the 7 ml mark. Sonicate at energy setting 6 for 30 seconds then (with the 
45 sonicator still on) move the probe tip to the 10 ml mark, while moving the energy setting to 8. Sonicate for 
an additional 25 seconds. Turn off sonicator, remove probe and drain contents of the syringe into a 60 ml 
syringe or separatory funnel with a stopcock controlled bottom outlet. From 5 to 6 syringe volumes are 
pooled. 

so 

Concentration : 

Allow the pooled increments to stand overnight (8-12 hours) without agitation in the separator vessel. 
When substantially all the microspheres have formed a layer on the top. drain two-thirds of the volume from 
55 the bottom. 



Fractionation: 
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Resuspend the microspheres and fill a 60 ml syringe with them. Let sit 30 minutes, then drain a!! but 
about the last 3-4 ml into a collection vessel The oversize microspheres are left. Count a sample and 
calculate the concentration, mean diameter, and percentage less than 10.U. If less than 99.5% are less than 
10u, re-fractionate. If required for redispersion, concentration may be adjusted with 5% HSA. 



RESULTS 



70 Concentration .measurements are set out below in Table A for three representative runs using the 
procedures described above. The initial concentration of the disperions after sonication was of the order of 
130 to 140 x 10 s 'ml. This was increased by the float-separation concentration to 340 to 450 x 10 s 'ml. 

For product control, the microspheres may be counted by a Coulter Counter, obtainable from Coulter 
Electronics. Inc., Highleah. Florida (viz. Coulter Counter Model TAII). Microsphere counts set out above 

75 were determined in this way. 

The stability of a representative product was examined in a study lasting for 20 weeks. The initial 
concentration was approximately 4.31 x 10 8 (431 x 10 s ) microspheres per milliliter. Concentration measure- 
ments were made at about weekly intervals. The results are summarized in Table 8. The measurements, 
which were made by means of a Coulter Counter, are presented graphically in FIG. 5. The samples were 

20 held at ambient room temperature (20-25* C). The concentration of about 400 x10 6 microspheres per 
milliliter was maintained for 20 weeks. This evidences a high degree of room temperature stability. 

The stability of the microspheres can be affected by unusually hot or cold temperatures. However, even 
at temperatures as low as 4" C or as high as 37* C. microsphere concentrations in excess of 200 x 10 s ml 
can be maintained for periods of eight weeks or longer. Nevertheless, for commercial distribution or long- 

25 term holding very high or tow temperatures should be avoided. Room temperature holding is preferred. 
Temperature protection of the microspheres during shipment can be used. 

TABLE A 
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35 



Concentration Measurements 


Runs 


Microspheres/ml 


Microspheres/ml 




After Sonication 


After Concentration 


A 


135 x 10 6 


386 x 10 e 


B 


141 x 10 6 


483 x 10 6 


C 


133 x10 6 


440 x 10 s 
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TABLE B 
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20 



25 



Week 


Microsphere 




Concentration x 




10 H 


0 


4.31 


1 


4.49 


2 


4.20 


3 


3.91 


4 


3.86 


5 


4.25 


6 


4.06 


7 


4.12 


8 


3.92 


9 


3.94 


10 


3.97 


11 


3.48 


12 


3.48 


13 


4.09 


14 


3.70 


15 


4.92 


17 


4.15 


18 


3.99 


19 


4.14 
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Claims 

1. A concentrated room-temperature stable ultrasonic imaging agent comprising a parenterally ad- 
ministerable aqueous medium containing a dispersion of microspheres predominantly of diameters less 
than 10 microns, which microspheres consist of gas microbubbles encapsulated with water-insolubilized 
biocompatible material, said imaging agent having a homogeneously dispersed concentration of greater 
than 100 x 10 6 microspheres per milliliter and which maintains such concentration for over 4 weeks at a 
temperature of 20 to 25 * C. 

2. The imaging agent of claim 1 in which at least 80% of said microspheres have diameters in the 
range from 1 to 9 microns. 

3. The imaging agent of claim 1 or claim 2 which has a homogeneously dispersed concentration of said 
microspheres greater than 200 x 1 0 6 microspheres per milliliter and which maintains such concentration for 
over 4 weeks at a temperature of 20 to 25 C. 

4. The imaging agent of claim 1 or claim 2 in which said microbubbles are encapsulated with human 
serum albumin. 
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5 A concentrated room-temperature stable ultrasonic imaging agent comprising a parenteral^ admin- 
istrate aqueous soluttion of a heat-denaturable biocompatible protein containing a dispersion of micro- 
spheres at least 80% of which have diameters in the range of 1 to 9 microns, said microspheres consisting 
of an air microbubble encapsulated in a heat-insolubilized layer of said protein, said imaging agent having a 
homogeneously-dispersed concentrattion greater than 200 x 10 6 microspheres per milliliter and which 
maintains such concentration for over 4 weeks at a temperature of 20 to 25 C. 

6 The imaging agent of claim 5 which has a homogeneously dispersed concentration of from 300 to 
600 x 10 s microspheres per milliliter, and which maintains such concentration for at least 8 weeks at a 
temperature of 20 to 25 * C. 

7 The imaging agent of claim 5 or claim 6 in which said protein is human serum albumin. 
8. The imaging agent of claim 5 or claim 6 in which 90% or more of said microspheres have diameters 

in the range from 2 to 8 microns. . , 

9 A concentrated room-temperature stable ultrasonic imaging agent for intravenous administration, 
comprising a sterile aqueous solution of human serum albumin containing a dispersion of microspheres at 
least 80% of which have diameters in the range of 1 to 9 microns, said microsphere consisting of a bubble 
of air encapsulated in a water-insolubilized layer of said albumin, said imaging agent having a 
homogeneously-dispersed concentration of from 300 to 600 x 10 6 microspheres per milliliter and which 
maintains such concentration for at least 8 weeks at a temperature of 20 to 25 C. 

10. The imaging agent of claim 9 in which at (east 90% of said microspheres have diameters in the 

20 range from 2 to 8 microns. . 

11. The method of producing a dispersion of microspheres for use as an ultrasonic imaging agent in 
which an aqueous solution of a heat-denaturabie biocompatible protein is subject to sonication to form gas 
microbubbles while heating said solution to insolubilize a portion of the protein, wherein the improvement 
comprises: during an initial sonication phase directly contacting the tip of the sonicator horn with said 

25 solution and carrying out the sonication and heating of said solution without appreciable foaming, then 
withdrawing the sonicator horn to a position in the ambient atmosphere proximate to the surface of said 
solution and foaming the solution to increase the population of microbubbles. and encapsulating the 
microbubbles with denatured protein to obtain a dispersion of stabilized microspheres of increased 
concentration. 

to 12 The method of claim 1 1 in which said protein is human serum albumin. 

13* The method of producing a concentrated dispersion of microspheres for use as an ultrasonic 
imaging agent in which a solution of human serum albumin is subjected to sonication in contact with the 
ambient atmosphere to form air microbubbles while heating said solution to insolubilize a portion of the 
albumin, and encapsulating the microbubbles with denatured albumin to obtain a dispersion of stabilized 

35 microspheres of increased concentration, wherein the improvement comprises holding a body of the thus- 
obtained microsphere dispersion without agitation for sufficient time to permit the rnicrospheres to rise 
therein and concentrate in an upper layer above the clarified albumin solution, and separating a portion of 
the clarified albumin solution from the concentrated layer to obtain a dispersion of greater microsphere 
concentration. 

14. The method of claim 13 in which the said dispersion of greater concentration is fractionated by 
withdrawing a dispersion containing most of the microspheres while leaving behind a microsphere fraction 
containing the largest size microspheres which had collected near the upper surface of the dispersion. 

15. The method of claim 13 in which said microspheres are predominately of diameters less than 10 
microns but include microspheres of larger diameters, which method includes the further steps of holding a 
body of the microsphere dispersions without agitation for sufficient time to permit at least the microspheres 
of larger than 10 micron diameter to rise therein and concentrate in an upper layer, and withdrawing a 
dispersion from beneath said upper layer containing most of the microspheres of less than 10 microns 
diameter while leaving behind a microsphere fraction containing most of the microspheres of larger than 10 
micron diameter. 
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